
MINISTRY OF COMMERCE 

NoTtracATioNs 

New Delhi, the 16th December, 1966. 

S.O. 3018.—In exerrise of the powers conferred by section 6 of the Export 
(Quality Control and Inspection) Act, 1963 (22 of 1063), after previous publica¬ 
tion as required by sub-rule (6) of rule 11 of the Export (Quality Control and 
Inspection) Rules, 1064 and after consulting the Export Inspection Council, the 
Central Government being of opinion that it Is necessary and expedient so to 
do for the development of the export trade of India hereby— 

(1) notifies that coir products shall be subject to quallt.y control and" .ins¬ 

pection prior to export; • '' ' 

(2) specifies the inspection in accordance with the export of Coir products 

(Inspection) Rules, 1965 as the type of inspection which will bo 
applied to coir products prior to their export; 

(3) recognises— 

(a) the specification,s for coir products as set out in Annexures I and II 

to this notification, 

(b) specifications, as declared by the exporter provided that such specifi¬ 

cations do not fall below the minimum prescribed for the lowest 
quality of the corresponding coir product specified in the said 
Annexures, and 
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(c) the speciflcatluns which do not fall under clause (a) or (b) but for- 
mula'.od by a panel of experts, appointed by the Coir Board for 
the purpose of examining and approving samples submitted by the 
exporter; 

(4) prohibits the export in the course of international trade of coir products 
unless the same is accompanied by a certificate issued by the Chair¬ 
man, Coir Board, or an officer of that Board authorised by the Chair¬ 
man in this behalf to the effect that the coir products conform to the 
speclflcations recognised under sub-paragraph (3). 

2. Nothing in this notification shall apply to the export by sea, land or air 
of samples of door mats to prospective buyers. 

3. In this notification, ‘Coir Products’ shall mean coir door mats of the follow¬ 
ing four types, namely:— 

(a) Creel. 

(b) Fibre. 

(c) Bit. 

(d) Rod. 

4. This notification shall come into force on the 26th December, 1965, 


Annidcubk—1 

Specifications for Door Mates — Creel, Bit and Fibre. 

1. General Requirements. 

1.1. The mats shall be manufactured from unbleached or bleached coir yarn 
as agreed to between the buyer and the seller. The yarn .shall be of two ply. 

1.2. The mats shall be firmly and evenly woven. Pile tufts shall be secure 
and the cropping of the pile shall be uniform and level, 

1.3. The mats may be plain, or they may be stencilled or may have intricate 
designs and lettering woven into them. The designs shall bo bevelled where re¬ 
quired to give clarity of outline. 

1.4. The mats shall be squared by removing one or more weft threads end the 
protudmg warp threads shall bo treated as follows;— 

(a) In creel mats, threads shall be doubled back and interlaced in the 

mat. 

(b) In bit mats, threads shall be tried with jute twine and merged with 

the body of the mat. 

(c) In fibre mats, threads shall be doubled back except in quality PMI (see 

Table I below) where they will be tied with jute twine and merged 

with the body of the mat. 

1.5. Each bit mat shall be bound with a braid manufactured from at least five 
strands of hard twisted coir yarn around the edges, and tho ends of the braid 
shall be securely fastened off. There shall be at least 3 stitches per decimetre 
(or 8 stitches per foot) in braiding. 

1.6. The mats shall not be loaded with salt or other extraneous matter. 

2. Specific Eequirements. 

2.1. Varieties .—The mat of a particular quality number shall comply with 
the applicable requirements of Tables I and II below and shall be designated as 
that quality number. 

Note—T he quality number given in the said Tables I and IT for each variety 
of met is the code number reserved by the Coir Board. 

2..2. Ccwstruction .—The construction of mats of the quality numbers listed in 
the said Tables I and II shall be in accordance with the requirements of the said 
Tablesi 
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2.3, Chains/Warp (or Ends) and Picks. —The minimum number of chains and 
the number of picks per decimetre (or foot) of mats shall be In accordance with 
the reciuirementa of the aald Tables I and II. 

The number of picks allowed in any mat shall be accordinR to the figure given 
In the said Tables I and IT. .subject to the following tolerance: 

(a) For mats of width less than 76 cm. (30 in.) minus 5 per cent. 

(b) For mats of width 76 cm. (30 in.) and over minus 10 per cent. 

The resultant figure should be rounded to the next higher Integer, 

2.4, Pile Height. —The pile of mats shall be as given in Table 1 and 2, A 
tolerance of ± T5 mm (or + 1_ in.) in the height of pile in the case of creel 

—16 

mats and i 3 mm (or j. 1 In.) in the ease of other mats shall be permitted. 

—8 

2.5, Weight. —The weight per square metre for square foot) of mats shall be 
as given In the said Tables I and II. The following tolerance in the weight of 
mats shall be permitted. 

(a) For mats of width less than 76 cm. (30 in.) + 5.0 7o. 

(b) For mats of width 76 cm. (30 in.) and over 5-0 %, 

— 100 %. 

2:6. Dimensions. —The dimen.sions of mats shall be as specified in an agreement 
between th.; buyer and the seller. Preference would, however, bo given to the 
u.sual .sizes of mats given b?low: 

Size No. Dimensions 



mm 

(or in) 

0 

550 x 300 

(22 X 12 ) 

I 

600x350 

(24 X 14 ) 

2 

700 x 400 

( 27 x 16 ) 

3 

750 x 450 

( 30 x 18 ) 

4 

850 x 500 

( 33 x 20 ) 

5 

900 x 550 

( 36 x 22 ) 

6 

1000 x 600 

( 39 x 24 ) 

7 

1050 X 650 

( 42 x 26 ) 

8 

1150 x 700 

( 45 x 28 ) 

9 

1200 x 750 

( 48 x 30 ) 


2.6.1. Tlie dimensions may have a tolerance of 2 per cent, upto a maximum 
of 13 mm (or 4 in.). 

2.6.2. Mats in half oval or any other .shape may be supplied if required by the 
buyer, the sizes of such mats .shall be subject to agreement between the purchaser 
and the setter. 

3. Packing. 

3.1. The mats shall be suitably packed, care being taken to see that the pile of 
the mats is not crushed while packing. 

3.2. Each package shall be marked with the following; 

(a) Name of rnaterlal; 

(b) Size; 

(c) Number of mats packed In the package; 

(d) Code number of the exporter; 

(e) Gross weight; and 

(f) Name, initials, trade-mark, or any other identification mark of the ex¬ 
porter. 



Taslb I 

CONSTRUCTIONAL DETAILS OF DOOR MATS—CREEL AND FIBRE 


(Clauses 2-1, 2-2,2-3 and 2-4) 


Qua¬ 
lity 
No. ■ 


Type oi Yam 


Constniction 

Chains (or 
Ends) Min 

Picks 

Per Per 

Rows Pik 

Min Height 

Per Per 

Weight 

Slac^; 

Chftfn 

Hgjit Weft 

Pile 


Pei 

dm 

Per 

ft 

dm 

ft 

dm ft mm inch 

g/m* Oz/ft' 

1 

2 

3 4 

5 

6 

7 

8 

9 

10 

II 12 13 14 

15 16 







CREEL MATS 











BCi 

.. Beach or Vycome 

: Beach 

Beach 

Warp cut pile 

9 

26 

24 

72 

IZ 

36 

22 

7/8 

4800 

16 

BC2 


Do. 

Do. 

Do. 

Do. 

9 

2 & 

24 

72 

12 

36 

25 

I 

5400 

18 

BC3 


Do. 

Do. 

Do. 

Do. 

9 

28 

25 

76 

13 

38 

28 

1-1/8 

6000 

20 

BG4 

2 or 3 ply 
jute 

Do. 

Do. 

Do. 

Do. 

9 

28 

24 

72 

12 

36 

25 

I 

6000 

20 

BC5 

Vycome 

Vycome 

Vycome 

Chavara Alapat 

Do. 

9 

28 

22 

66 

II 

33 

28 

1-1/8 

6600 

22 

VCi 


Do. 

■ Do. 

Vycome 

Do. 

9 

28 

25 

74 

12 

37 

22 

7/8 

5400 

18 

VC2 


Do. 

Do. 

Do. 

Do. 

9 

28 

25 

74 

12 

37 

25 

I 

6000 

20 

VC3 


Do. 

Do. 

Do. 

Do. 

9 

28 

25 

74 

12 

37 

28 

1-1/8 

6600 

22 

VC4 

2 or 3 ply 
Jute 

Do. 

Do. 

Do, 

Do. 

9 

28 

25 

76 

13 

38 

22 

7/8 

5400 

18 

VC5 

Do. 

Do. 

Do. 

Do. 

Do. 

9 

28 

25 

76 

13 

38 

25 

I 

6000 

20 

VC6 

Do. 

4 or 5 ply 
jute 

4 or 5 ply 

jute 

Do. 

Do. 

14 

42 

40 

120 

20 

60 

19 

3/4 

5100 

17 

VC7 

Do. 

Do. 

3 ply jute 

Do. 

Do. 

16 

48 

47 

140 

23 

70 

13 

1/2 

4200 

14 

VC8 

Do. 

Do. 

Do. 

Do. 

Do. 

17 

52 

52 

156 

26 

78 

13 

1/2 

4500 

15 

VC9 

Do. 

Do. 

Vycome 

Do. 

Do. 

FIBRE MATS 
(Flaia or Fancy) 

16 

48 

43 

130 

22 

65 

16 

5/8 

4800 

16 

pMi 


Vycome or 
AUim 

Do. 

Fibre 

Inserted fibre 

12 

36 

12 

36 



31 

1-1/4 

7800 

26 
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FM2 Vycome (» Do. 
Alap«t 


Do. Fibre 


FM3 Do. Do. Do. Fibre 


Grade 1 cr 2 
loserted fibre 

Grade i or 2 
Inserted fibre 
Grade l or 2 


IS 36 12 36 6 18 38 1-1/2 9600 32 


14 42 14 42 7 21 38 1-1/2 9600 32 


Note; —For FM2 and FM3, for every change in pile height from those specified an increment or decieinent of 60 gr ams (2 ounce) in weight per square 
metre fper square foot) is to be made for every incrernent or decrement respectively of 3 mm (1/8 in.) in pQe height. 


& 

NO 
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Table II 


CONSTRUCTIONAL DETAILS OF DOOR.MATS—BIT 
(Clauses 2.1, 2.2, 2.3 and 2.4) 


' ^ 





Qua¬ 

lity 

Num¬ 

ber 

Chaiu 

Pile 

Weft 

Construction 

Chains Alin 

Picks 

Pile Height 

Weight 

Per dm Per ft 

Per dm Per ft 

mm 

in 

G/m* 02/ft’ 

1 

2 

3 

4 

5 

6 7 

8 9 

10 

II 

T2 13 


BIT MATS 


BBI 

Beach or Vycome Beach Bits 

tBeaci 

Inserted bits 

9 'i 27 

9 

27 

31 

I-1/4 

6600; 

22 1 

VBI 

Vycome 

Vycome Bits 

Vycome 

Do. 

9 27 

9 

27 

35 

1-3/8 

7S00 

26 

ABI 

Do. 

Hard twisted ya; 1. 
bits 

Do. 

Do, 

9 S 27 

9 

27 

35 

1 - 3/8 

8400 

28 : 





FIBRE INL.AIN BlT^MATo 






It 

ABI 

Vyctroe 

Hard twisted yarn 
bits 

Vycome 

Inserted bits 

It 33 

12 

36 

35 

1-3/8 

9000 

n 

30 ; 


I- 


ft 

'S. 

I—» 

o 


1; 

* 
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Annexure II 

Spcrjflratioii for Coir Door Mati — Fod. 

1 . General Requirements. 

1 . 1 . The mats shall be manufactured from unbleached or bleached coir yarn 
as anreod to between the bu\er and the scllet The yarn shall he of two-ply. The 
mats shall be firmly and evtnly woven Pile tufts sh-jU bo .secure and the cropping 
of the pile shall be uniform and level 

1.2. The mats may be plain 'tencilled or Inlaid with coir fibre to form a de¬ 
sign. When inlaid with coir flbre, the designs shall be bevelled to give clarity 
of outline. The mats shall bo sejuared by removing one or tnore weft threads. 
The protruding warp threads shall be fled with jute twine and merged with the 
body of the mat. 


1 3 . Each mat shall be bound r''lth a braid made oC a' le.nst five strands of 
hard twisted coir yam around the edges, and the ends of the braid shall be securely 
fastened off. There shall be at least three stitches per decimetre (or 8 stitches 
per foot) in braiding. 

1.4. The mats shall not be loaded with salt or any other extraneous matter, 

2 . Specific Requirements. 

2 . 1 . Varied s .—The mat of a particular oualiiy number shall comply with the 
airements of the Table below and sludl he d<-signated by that quality 


.—The quality number given in thr s.-pd Table for each ''arid’ of mat 
pile code number reserved by the Coir Board. 

2 . 2 . Construction .—The construction of mats of the qualitv numbu"', listed in 
the said Table shall be in accordance with the requirements of the Tabm 


2 . 3 . Chains/Warp (or Ends') and pic?c,s—The minimum number of ehpins per 
decimetre (or per ■foot') and 1he number of pielf per decimetre for ner foot} of 
mats shall be in accordance with the reciuiremenls of the said Tabic 

2 . 3 . 1 . The number of picks allowed in any rod mat shall be the .spe ifled figure 
subject to the following tolerances' 

For mats of width leas than 76 cm. (30 in.) minus 5 per cent 

For mats of width 76 cm and over (30 in ) minus 10 per cent 

The resultant figure should be rounded to the next higher integer. 

Also. In order not to mcrease consider-ibly fh" number of nicks in a mat. 
where thinner yarn is used, to get the specified weight, the number of strands in 
the pile may be increased as necessary but in no case shall the strands of the 
pile be less than tho.se specified for a particular qualitv. 

2 . 4 . Pile Height. —The pile height of mats shall be as civen in the said Table 
1 A tolerance of 3 mm (or ± i in.) in the height of pile .shall be permitted. 

2 . 5 . Weight. —The weight per .square metre (or per square foot) of mats shall 
be as given in the said Table, The following tolerance on the weight shall be 
permitted. 

(a) For mats of width less than 76 cm. (30 in.) ± 5'0 %. 

(b) For mats of width 76 cm (30 In.) and over 4- .fi-O %. 

-^o^rT^ 
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2 .C. Dimension .—The dimension of mats shall be as specified in an agreement 
betwten the buyer and the seller. Preference would, however, be given to the 
I'Rual sizes of mats y;lven below; 


Size JSTo, Dimensions 



mm 

(or In) 

0 

350 300 

(22 X 12) 

I 

600 '•< 350 

(34x14) 

2 

700 X 400 

(27 X16) 

3 

750x450 

(30X 18) 

4 

850x500 

(33X20) 

3 

900x550 

(36 X 22) 

6 

1000+600 

(39 X 24) 

7 

1030 X 650 

(42x26) 

8 

1130 X 700 

(45 X 28) 

9 

1200 X 750 

(48x30) 

2 . 6 . 1 . The dimensions may have a tolerance of 

± 2 per cent up to a maximum 


of 13 mm. (or i in.). 

2 .6,2. Mats in hall oval or any other shape may be supplied, if required by the 
buyer; the dimensions of such mats being subject to agreement between the pur¬ 
chaser and the seller. 

3 . Packing. 

3 . 1 . The mats shall be suitably packed, care being taken to sec that, 
mats is not crushed while packing. 

3 .2. Each piackage shall be marked with the following. 

^a) Name of the material; 

(b) Size; 

(c) Number of mats packed in each package; and 
(dl Code number of the exporter; 

(e) Gross weight; 

(f) Name, initials, trade-mark, or any other identification mark of the ex¬ 

porter. 



THE;,TiBLB 


CONSTRUCTIONAL DETAILS OR DOOR MATS—ROD 


(Clsuse2-i, 2-2,2'3 &Z-4) 


Qua- Chaina (at Enda), I^cks ; me 

lity Min. 

Nubj- Chafe Pile Weft ConstroctieB ——— ■ . ■ ' ' — ■ 

bei Per lim Per ft Pci dm Fa imn iD g/m2 co^ta 


t 2 3 4 5 6?S9I0 iiisi3 


PLAIN OR STENCILLED 


BR! 

Beadt 6' VT<r*m« 

B^adi 

Beach 

2 2 

0. 

27 

9 

28 

2S 

1 


BR! 

3 l. 

■Jo. 

Do. 

2 2 

9 

27 

Jl 

32 

28 

I-1/8 

4,800 

8R3 

D(’. 

>0. 

Do. 

2 I 

ir 

30 

II 


25 

I 

4,800 

BR4 

D*'. 

)o. 

Do, 

2 1 

I 



si 

28 

I-I/8 

Sr«<» 

BRt 

><. 

:)o. 

Do. 

3 2 

tc 


0 

26 

28 

r.i/8 

5,400 

BRS 

T>^. 

3o. 

Do. 

3 2 

1 


1 


32 

1-1/4 

6fiOO 

BR7 

On. 

:)o. 

Do. 

3 ' I 

I' 




. i 

1-1,'8 

5,400 

BR3 

Do. 

^0. 

Do. 

3 -• I 

> 


7 

■if 

32 

1-1/4 

6,000 

BP.9 

Do. 

^0. 

Do. 

3 I 

- 


■3 


33 

1-3/8 

6,600 

BRto 

On. 

30. 

Do. 

3 ■ I 


- 

13 

40 

38 

I-1/2 

7,200 

BRii 

Dt. 

Chav -a or Alapai 

Do. or 

2 2 



0 

28 

32 

1-1/4 

6,000 




Kallai 









BRt2 

Dr, 

10. 

C' arara or \lapal 3 l 

9 

- 


30 

32 

t-i/4 

6,600 

TRi 

Vyecm: 

T. V' -onie 

T Vycome 

3 I 

•0 

'O 

9 

28 

32 

t-i/4 

7,200 

TRi 

Do. 

Vy ime 

VycoiTte 

3 ' I 

ro 


12 

36 

32 

l-E/4 

7,200 

TRa 

Dr-. 

3o. 

Do. 

4x2 

10 


9 

26 

32 

I-1/4 

7,200 

TR3 

Di'. 

Co, 

Do. 

4x1 

10 

''O 

10 

30 

32 

I-1/4 

7,200 

TR4 

Do. 

Do. 

Da 

4 V I 

10 

TC 

1 1 

32 

3S 

1-3/8 

7,800 

TR^ 

Do. 

Do. 

Do. 

4x1 

TO 

T 

JT 

34 

38 

1-1/2 

Sy^OO 

TR6 

Dp. 

Do. 

Do. 

4x1 

1 C 

3C 

12 

36 

4‘ 

1-5/8 

9/»o 









I 

2 

3 

4 


5 6 

7 

8 

9 

10 

II 

12 

13 ■ 






FIBRE INLAID 








BRi 

Beach Of Vyomne Beach 

Beach 

2X2 

10 

30 

10 

30 

28 

I-I/8 

MOO 

18 

BR2 

Do.^ 

m Do. 

Do.j 

2X2 

II 

33 

II 

34 

32 

I- 1/4 

6,000 

20 

BR3 

Do. g 

Do. 

B04 

3 * I 

II 

33 

11 

32 

28 

1-1/8 

6,000 

20 

BR4 

Do.S 

Da 

Do. 

3x1 

II 

33 

II 

34 

32 

I-1/4 

6,600 

22 

BR5 

Da (i 

Eto. 

Do. 

3 3t I 

IT 

33 

12 

36 

3S 

1-3/S 

7,200 

24 

VRi 

VycDmCi 

SB VyoMne 

Vyeome 

4x1 

II 

33 

12 

36 

32 

1-1/4 

7,800 

2^ 

VR2 

Do. 

Do. 

Do. 

4x1 

11 

33 

12 

36 

38 

1-1/2 

9jOoo 

30 


•TTie construction 3 x 0, for example, means that thefpile is formed by dtree strands of coir yarn working as one, and the weftcompTising two sbrands 
of coir yam is inserted between every two rows of piles, 
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S.O. 3919 .—In exercise oil Ih > po.’X’rs conferred by sf ction 7 of tbs Export 
(Quality Control and Inspection) A<-+, 1963 (22 of 1903 ), the Central Government 
after consulting the Export Inspection Council, niakes the following :iinendments 
in the Notification of the Govcrnmeiir of India in the Ministry of Commerce 
No. SO. 1891 dated the 15 th June, 19 C 5 , namely: — 

In the said notification, for the existing Explanation, the following shall be 
substituted namely; ^— 

"Explanation.—In this notification 'Coir Products’ mean coir door mats of tne 
following four types; 

(a) Creel, 

(b) Bit, 

(c) Fibre, and 

(d) Rod.”. 

[No. 60 ( 4 )/Exp./ 63 .J 

S.O, 3920 ,—In exercise of the powers conferred by section 17 of the Export. 
(Quality Control and Inspection) Act, 1963 (22 of 1963 ), the Central Government 
hereby makes the following rules to amend the Export of Coir Products (Inspec¬ 
tion) Rules, 1960 , namely: — 

1 . These rides may be called the Export of Coir Products (Inspection) Amend¬ 
ment Rules, 1960 . 

3 . In the Export of Coir Products (Inspection) Rules, 1965 -- 

(a) for rule 2, the following rule shall be substituted, namely; — 

" 2 . Definition .—In these rules, “coir products mean coir door mats of th* 
following four types, namely:— 

(a) Creel, 

(b) Bit, 

(c) Fibre, and 

(d) Hod.”. 

(b) in clause (b) of rule 0 , for the words “Coir Board”, the words “Chair¬ 

man, Coir Board’' shall be substituted. 

[No. 6 «{ 4 )Exp, Insp./ 63.1 

g. 0 . 3921 .—In pursuance of rule 6 of the Export of < 2 oir Products (Inspection) 
Rules, 1966 , the Central Government hereby appoints the persons mentioned below 
as the panel of experts for the purpose of hearing appeal under that rule name¬ 
ly:— 

( 1 ) The Chairman, Coir Board, Ernakulan). 

( 2 ) The President, Travancore Coir Mats and Matting Manufacturers’ Asso¬ 

ciation, AUeppey, 

( 3 ) 'The President, Associated Cottage Industries and Shippers’ Union Ltd, 

Shertallai, ShertaUal. 

( 4 ) The Director, Central Coir Research Institute, Kalavoor. 

(6) The Secretary, Coir Board, Emakulam. 

(6) Shri P. C. Mukherjee, Superintendent, National Coir Training and 

Design Centre, Alleppey. 

2 . The Chairman, Coir Board or. in his absence, a member of the panel autho¬ 
rised by him shall be the convener of the panel. 

3 . The quorum of the panel shall be three. _ _ . _« 

[No. 60 ( 4 )Exp. Insp/dS.) 

A. V. VENKATASWARAN, Jt Secy. 

ERRATA 

In the Ministry of Commerce, two notifications of same No. 60 ( 121 ) Exp. Insp/W 
of lasue No 315 and one notification No, 60 ( 120 ) Exp. Insp/65 of Issue No. 316 , 
dated 7 th December, 1965 , published in the Gazette of India Extraordinary, Part 
II—Section 3 (ii), dated 7 th December. the SO Nos. of the respective noti¬ 

fications should be read as “ 3791 ”, “ 3792 ” and “ 3793 ” instead of " 3781 ”, “ 3782 ” and 
“ 3783 ”. 

PRINTED IN INDIA BY THE GFNCt',u C.OnTNMENT CT INDIA PRESS, 
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